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NARA RG104, Entry 1, Box 154 


[Table One:] 

1 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
September 29, 1888 


Assayer’s Report of Tested Coins, issued at the Mint of the U.S. at Philadelphia, in June, 1888: 






























































Denomination. | No. of Weight. Weight. Fineness. Fineness. 

Delivery. Grains. Dec. Gold. Silver. 
Double Eagles. | 22 516 Ol 900 2 a 

ep 515 69 900 7 

23 515 94 900 Z 

24 515 98 899 8 7 

24 515 91 900 7 

26 516 06 899 7 

26 515 94 900 1 7, 

ps | 516 00 900 7 

pa 516 03 899 8 7 
Average 515 951 899 966 | Average 
Weight Fineness 

W.P. Lauren 


Assayer. 
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[Table Two:] 

2 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
September 29, 1888 


Assayer’s Report of Tested Coins, issued at the Mint of the U.S. at Philadelphia, in June, 1888: 










































































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Standard Silver | 124 412 70 0 900.2 
Dollars 
412 71 899 3 
127 413 10 898.4 
413 31 899.6 
129 411 82 900.2 
412 45 900.2 
131 412 81 899.6 
412 69 899.3 
133 413 40 899 3 
413 10 8993 
134 413 LS 901.1 
412 90 900.0 
136 411 60 899.1 
413 20 899 3 
W.P. Lauren 


Assayer. 
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[Table Three: ] 

3 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
September 29, 1888 


Assayer’s Report of Tested Coins, issued at the Mint of the U.S. at Philadelphia, in June, 1888: 






























































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Standard Silver | 138 412 65 0 900.2 
Dollars 
412 30 899 3 
140 412 40 899 3 
413 05 900.2 
142 413 25 900.0 
411 05 899.8 
145 413 05 900.2 
413 15 899.8 
Average 412 76 Average 899.713 
Weight. Fineness. 
W.P. Lauren 


Assayer. 
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[Table Four: ] 

4 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
September 29, 1888 


Assayer’s Report of Tested Coins, issued at the Mint of the U.S. at Philadelphia, in June, 1888: 






























































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Dimes 126 38 23 
38 53 
38 38 
38 30 
38 43 899.6 
38 22 
38 83 
38 68 
38 28 
38 98 
Average 38 486 
Weight 
W.P. Lauren 


Assayer. 





